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IN THE CLAIMS: 

Please amend claims 1, 5, 1 1 and 14 as follows. 

1 . (Currently Amended) An etching method for plasma-etching an 
organic/inorganic hybrid film having low dielectric constant and represented by SiCxH y O x 
(x>0, y>0, z>0), comprising tho atop of: 

a first step of plasma-etching the organic/inorganic hybrid film with an etching gas 
containing fluorine, carbon and nitrogen, 

a second step of plasma-etchi ng the organic/inorganic hybrid film with a nitrogen free 
etching gas containing fluorine and carbon after the first step. 

wherein the carbon content in the organic/inorganic hybrid film is about more than 
1 7% and no more than 37% , and th e nitrogen oontont in tho organic/inorganic hybrid film is 
mor e than 0% and 5% or looo. 

2. (Original) The etching method of Claim 1, wherein the etching gas 
contains CO or C0 2 . 

3. (Cancelled). 

4. (Original) The etching method of Claim 1, wherein the plasma-etching 
step includes a sub-step of forming an opening in the organic/inorganic hybrid film by 
performing plasma etching using a resist pattern as a mask. 

5. (Currently Amended) A fabricating method for a semiconductor device, 
comprising the steps of: 

depositing an interlayer insulating film on an interconnection layer formed on a 
substrate, the interlayer insulating film being composed of an organic/inorganic hybrid film 
having low dielectric constant and represented by SiC x H y O z (x>0, y>0, z>0); 

forming a resist pattern having an opening on the interlayer insulating film, aed 
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performing a first plasma etching on the i nt e rlay e r insulating organic/inorganic film 
with an etching gas containing fluorine, carbon and nitrogen and using the resist pattern as a 
mask, thereby forming a contact hole or an interconnection groove in the interlayer insulating 
film[J Land 

performing a second plasma etching on the organic/inorganic hybrid film with a 
nitrogen free etching gas containing fluorine and carbon after t he first plasma etching. 

wherein the carbon content in the organic/inorganic hybrid film is about more than 
17% and no more than 37% ^ and th e nitro ge n content in tho organic/inorgonio hybrid film is 
moro than 0% and 5% or less. 

6. (Cancelled) 

7. (Previously Presented) The etching method of Claim 1, wherein during 
the plasma-etching step, CxH y is changed into HCN or CN at the surface of the 
organic/inorganic hybrid film. 

8. (Previously Presented) The etching method of Claim 1, wherein the 
organic/inorganic hybrid film includes a methyl group. 

9. (Previously Presented) The fabricating method for a semiconductor 
device of Claim 5, wherein during the plasma-etching step, C x H y is changed into HCN or CN 
at the surface of the organic/inorganic hybrid film. 

10. (Previously Presented) The fabricating method for a semiconductor 
device of Claim 5, wherein the organic/inorganic hybrid film includes a methyl group. 

1 1 . (Currently Amended) A fabricating method for a semiconductor device, 
comprising the steps of: 
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depositing an interlayer insulating film on an interconnection layer formed on a 
substrate, the interlayer insulating film being composed of an organic/inorganic hybrid film 
having low dielectric constant and represented by SiCcH y O z (x>0, y>0, z>0); 

forming a resist pattern having an opening on the interlayer insulating film; and 

performing a first plasma etching on the interlayer insulating film with an etching gas 
containing fluorine, carbon and nitrogen and using the resist pattern as a mask, thereby 
forming a contact hole or an interconnection groove in the interlayer insulating fihn[J ; and 

performing a second plasma etching on the interlayer insulating film with a nitrogen 
free etching gas containing fluorine and carbon after the first plasma etching. 

wherein the carbon content in the organic/inorganic hybrid film is about more than 
17% and no more than 37% , and th e nitrog e n cont e nt in the organic/inorganio hybrid film is 
moro than 0% and 5% or l e ss, 

12. (Previously Presented) The fabricating method for a semiconductor 
device of Claim U, wherein CxH y is changed into HCN or CN at the surface of the 
organic/inorganic hybrid film. 

13. (Previously Presented) The fabricating method for a semiconductor 
device of Claim 11, wherein the organic/inorganic hybrid film includes a methyl group. 

14. (Currently Amended) An etching method for plasma-etching an 
organic/inorganic hybrid film represented by SiCxHyO z (x>0, y>0, 2>0), comprising: 

a first step of plasma-etching the film with an etching gas containing fluorine, 
carbon and nitrogen, and 

a second step of plasma-etching the film with as* a nitrogen free etching gas 
containing fluorine and caibon but not containing nitrog e n after the first step. 
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